This Page Is Inserted by IFW Operations 
and is not a part of the Official Record 

BEST AVAILABLE IMAGES 



Defective images within this document are accurate representations of 
the original documents submitted by the appHcant. 

Defects in the images may include (but are not limited to): 

• BLACK BORDERS 

• TEXT CUT OFF AT TOP, BOTTOM OR STOES 

• FADED TEXT 

• ILLEGIBLE TEXT 

• SKEWED/SLANTED IMAGES 

• COLORED PHOTOS 

^ BLACK OR VERY BLACK AND WHITE DARK PHOTOS 

• GRAY SCALE DOCUMENTS 



IMAGES ARE BEST AVAILABLE COPY. 



As rescanning documents will not correct images, 
please do not report the images to the 
Image Problem Mailbox. 



Searching PAJ Page 1 of 2 



PATENT ABSTRACTS OF JAPAN 

r' 

(1 1)Publication number : 2000-058123 
(43)Date of publication of application : 25.02^000 



(21) Application number : 10-222150 (71)Applicant : SONY CORP 

(22) Date of filing: 05.08.1998 (72)lnventor : HORIE TAKESHI 

NODAKAZUHIRO 
YAMADASHINICHIRO 

(54) NONAQUEOUS ELECTROLYTE AND BATTERY USING THE SAME 

(57)Abstract: 

PROBLEM TO BE SOLVED: To provide a nonaqueous 
electrolyte and a battery using it, having superior 
chemical stability and thermochemical stability. 
SOLUTION: A negative electrode and a positive 

Oft:- .:,ot».- 

electrode are arranged facing each other via a separator, 4. ^ ^ 



and a nonaqueous electrolyte intervenes t)etween them. ^ 
The nonaqueous electrolyte includes a siloxane J p, 

derivative represented by the general fbmnula, and at ''^^ih-iu^ii^^ 



least one kind of a light metal salt. The siloxane 
derivative is chemically stable and fiame-retardant or low 
in vapor pressure, therefore it has superior 
themfiochemical characteristic. In the fomiula, a 
represents an integer of 1 to 50, m represents an integer 
of 0 to 40, n represents an integer of 0 to 40, and R 

represents a hydrogen atom or an alkyl. Moreover, when a>1. (a) number of Ds may be the 
same or different. Also, hydrogen atoms included in D and R may be replaced by halogen 
atoms. 



LEGAL STATUS 

[Date of request for examination] 

http://wvmljpdl.jpo.gojp/PAl/resdt/detaiiymain/wAAAa07103DA412058123Pl.htm 5/23/2003 



Searching PAJ 



Page 2 of 2 ' ' 



[Date of sending the examiner's decision of 
rejection] 

[Kind of final disposal of application other than 
the examiner's decision of rejection or 
application converted registration] 

[Date of final disposal for application] 

Patent number] 

[Date of registration] 

[Number of appeal against examiner's 
decision of rejection] 

[Date of requesting appeal against examiner's 
decision of rejection] 

[Date of extinction of right] 

Copyright (C); 1998,2003 Japan Patent Office 



http://wwwl .ipdl.jpo.go.jp/PAl/resull/detail/main/wAAAa07103DA4 12058123P 1 .htm 5/23/2003 



NONAQUEOUS ELECTROLYTE AND BATTERY USING THE SAME (JP200005812... Page 1 of 2 



The Delphion Integrated View 



Get Now: More choices... 



Tools: Add to Work File: Create new Wo 



View: Jump to: | "^op 



13 Emg 



^Title: 



fi^ Country: 
«Kind: 

f^Inventor: 



f Assignee: 

^Published / Filed: 

1? Application 
Number: 
^'IPC Code: 

^Priority Number: 
Abstract: 



«INPADOC 
Legal Status: 
^Family: 

mother Abstract 
Info: 



inuuire 

Regarding 

licensing 



JP2000058123A2: NONAQUEOUS ELECTROLYTE AND BATTERY U: 
SAME 

JP Japan 

A2 Document Laid open to Public inspection ^ 

HORIE TAKESHI; 
NODA KAZUHIRO; 
YAMADA SHINICHIRO; 

SONY CORP 

News. Profiles. Stocks and More about this company 
2000-02-25/1998-08-05 
JP1 998000222150 

H01M 10/40: C08L 83/06: 
1 998-08-05 JP1 9980002221 50 




PROBLEM TO BE SOLVED: To provide a nonaqueous 
electrolyte and a battery using it, having superior chemical stability 
and themiochemlcal stability. 

SOLUTION: A negative electrode and a positive electrode are 
arranged facing each other via a separator, and a nonaqueous 
electrolyte intervenes between them. The nonaqueous electrolyte 
includes a siloxane derivative represented by the general formula, 
and at least one kind of a light metal salt. The siloxane derivative is 
chemically stable and flame-retardant or low in vapor pressure, 
therefore it has superior thermochemical characteristic. In the 
formula, a represents an integer of 1 to 50, m represents an integer 
of 0 to 40, n represents an integer of 0 to 40, and R represents a 
hydrogen atom or an alkyl. Moreover, when a>1, (a) number of Ds 
may be the same or different. Also, hydrogen atoms included in D 
and R may be replaced by halogen atoms. 

COPYRIGHT: (C)2000,JPO 



None 



Get Now: Family Legal Status Report 



Show 8 known family members 
None 



https://www.delphion.com/details?pn==JP20058 1 23 A2 



5/21/2003 



NONAQUEOUS ELECTROLYTE AND BATTERY USING THE SAME (JP200005812... Page 2 of 2 

It 




this for the Gallery... 

©1997-2003 Thomson Delphion Research Subscriptions | Privacy Policy | Tenns & Conditions | Site Map | Contac 



https://www.delphion.com/details?pn=JP20058 1 23 A2 



5/21/2003 



2000058123 A 



Page 1 of 2 




(11) Publication number: 2001 



Generated Document 



PATENT ABSTRACTS OF JAPAN 



(21) Application number: 10222150 

(22) Application date: 05.08.98 



(51) Intl. CL:H01M 10/40 



(30) Priority: 

(43) Date of application 
publication: 

(84) Designated contracting 
states: 



25.02.00 



(71) Applicant: SONY CORP 

(72) Inventor: HORIE TAKESHI 

NODAKAZUfflRO 
YAMADA SfflNICmRO 

(74) Representative: 



(54) NONAQUEOUS 
ELECTROLYTE AND 
BATTERY USING THE 
SAME 

(57) Abstract: 

PROBLEM TO BE SOLVED: To 
provide a nonaqueous electrolyte and 
a battery using it, having superior 
chemical stability and 
thermochemical stability. 



SOLUTION: A negative electrode 
and a positive electrode are arranged 
facing each other via a separator, and 
a nonaqueous electrolyte intervenes 
between them. The nonaqueous 
electrolyte includes a siloxane 
derivative represented by the general 
formula, and at least one kind of a 
light metal salt. The siloxane 
derivative is chemically stable and 
flame-retardant or low in vapor 
pressure, therefore it has superior 
thermochemical characteristic. In the 
formula, a represents an integer of 1 
to 50, m represents an integer of 0 to 
40, n represents an integer of 0 to 40, 



https://www.delphion.com/cgi-bin/viewpat.cmd/JP20058123A2 



5/21/2003 



2000058123 A 

'I 



1 

Page 2 of 2 



and R represents a hydrogen atom or 
an alkyl. Moreover, when a>l, (a) 
number of Ds may be the same or 
different. Also, hydrogen atoms 
included in D and R may be replaced 
by halogen atoms. 

COPYRIGHT: (C)2000,JPO 



CH3 CHa 

I I 

CHa— Si — 0— Dh— Si — CH3 
I I 
CH3 CHa 



D = — SI— O— 



CH2 — CH2 — CHa — O-f - CH2— CH2 -^Q Htrf-CH — C 

K CHa 



ht^s://www.delphion.com/cgi-bin/viewpat.cmd/JP20058 1 23 A2 



5/21/2003 



Page 1 of 1 



mB*mmr a?) <i2) & H 4# it & $1 (a) onmmmM^^ 

(Pa000-68123A) 



HOIM 10/40 HOIM 10/40 A 4 1002 

;C08L S3/06 C08L 83/C6 SH029 





MfflO-222150 




wmifs 










C22}{i«B 












(mum 


etc tt 
















































100098785 



















<57) CS*)] 



1* V ^« 




http://vmw6.ipdLjpo.gojp^okujitu/tja)ntenttmsjpdl?N00()0==21&NM^ 5/23/2003 



Page 1 of 1 



(2) ^2000-58 123 

1 2 

[a*jgil Ts©(ti«cT:mSft4s/D+i>->as» 

**• * (ikil 

CH3 CHa 
I i 
CHa— Si— O— Oa— a— CH3 

I I 
CHs C3H3 



CHs 

-k-o- 

I 



CH2-CH2-CH2-0^CH2-CH2-O-^CH~CHa-0-VR 



. I 
\ CHa 



7 



^mmm^ifiB 0 0 0 c S t «T-C*«Ci*«Mk 

1 0 0 0 0 WT-c«>4ct*iMit'r 4a*i5 1 ie«s«> 
CHa CHs 

I I 

CH3~ Si — O— Oa— Si — CHa 

I I 

CHs CH3 



litZ] 



CHs 

I 

s— o— 
I 



CHh — CH2 -CH8-~0-{-CH2— CH2— O-Jjs^CH— CH2 — 0 



CHs 



7.' 



J:*.K > 

[IS** 7 1 mss»iimimit, ae2 5 

llttS**i5 0 0 0 e S t KlTO%^a ^-^'^smititt 



http://www6jpdljpo.gojp/tjcontenttmsjpdI?N0000=21&N(M0()==i^ 5/23/2003 



Page 1 of 1 



[000 1] 
[0002] 

y^SjUfc j:y J' y ->ax* jn^-si ur©«jfe. 

I'i. ♦"C«>. 'J^'-JA (Li ) A^*:^ 
(Li") ( y ^^-^AZ^JJCSSft) ti, 

8£«(Z>;)(%s«fiei:;x«gib-Ci&^^ < P b ) z:.X9Mt 
[0003] co*)^^A=xm<M)wmtbxit, 

[0004] tCiifi, Z<DJi'itt»^mmi:m>tc* 
CHa CHs 
I 1 
CHs— SI-0-D»-Si -CHs 



<3) ^2000-58 123 

4 

* y^^'jAzi^xs/iWrtSFttftr-Aife©*©. ?jji8tt©wis 

mit&ci,m^tiii>i>, mix. ^^mmic^u: 
mmfi^m^cmixmL, c*\tci*}mmi 

m.<ouit>K.. mmoms. mihUAtB^sa 

10 ^>tc, 

[0005] 

[«W5»JK*l/J;-5if SgRe] Uii'Vttp^. m 

[0006] **'filJ3!r>*>.SraSj*{CIS*-C<f3tl/'£<> 
[ 0 0 0 7 ] S A:. *^<!>a2 «W«<!>51 

[0008] 

[ft3] 



CHa 



CHa 



CHs 

I 

a— o- 
I 

CH2— CHi-CHi— 0-^CH2-CHj~0-W-CH— CH2-0-VR 



^CH— CH2— 0-yf 
\ CHs A 



K:-CnsSn*i'D+t>'>S!«SflcfcJ:Wri'<f < it ISO 
[lU] 



http://www6jpdljpo.gojp^jcontentlnisJpdl?N00()0=2l&N0400=^ 5/23/2003 



Page 1 of 1 



<4) 



CH3 CHs 

CH8— Si - O— D»— Si — CHs 
i 1 
CHa CHa 



^2000-58 123 
6 



CHs 
I 

s— o— 

I 

CHz — CHi— CHs — 0-4-CH2— CHa — O-Jjaf- CH — CH2 — 0 -V R 

\ CHs 



fn 



[0010] *«WKJ:***SI«[-C». fkStCmO 

[0011] 4:9|i»(cj:i3i6m J: 0 
CHj CHs 

CHs— SI — O— Om-Si — CHs 
I I 
CHa CHs 



S^eiiib. S!S«cj:0**SH»«if*«AI>l-rt>*t 
[00121 

[fb5l 



CHs 



-SI-0- 

I 

CH2 — CH2— CH?— 0-(-CH2— CH2 — O -^ti^CH — CH2 — O -V R 



[0014] cc!)vp+i»->ajmto. ttS{Si) i 
(O) i®iMiif«i^«s««t»cfe». sstcia 



CHs 



7' 

/n 



tC*Jti^ttatt$Ji5 0 0 0 c S t WTt?ibO . 



http://www6jpdljpo.gojp/tjcontenttrm.ipdl?N0000=^ 5/23/2003 



Page 1 of 1 



7 

[00161-*. «*B««:t*y^'5Afi*i<,»W:^ 

f i.Sft«1»«T*«^». L I BF. . L i C I O 
• . L I PF, . L I A s F4 . CF, SOi L i . 
(CF, SO. ), NLi. C, F. SO, Li. CP 
, CO, L I . (CF.CO, > , NL I . C, F, S 
O, Li. C, F,,SO, Lk (C, F, SO, ) , 
NLi. (C. F. SO. ) <CF, SO. ) NLi, 
(FSO, C. F. > (CF. SO. ) NL I. < <C 
F, ). CHOSO. ). NLi. (CF. SO. >. 
CLi. (C. F, (CF, ) , -3, 5> . BLiab 
«<,»«L I CF, . L I A 1 C I , ttt<!>*> 'f-'^U&ifi 

[ 0 0 1 7 ] s 

[0018] Sft:. COlli^-SJimt*. VD^'-V-^StiS 

A**i'W:?^mr*>Bx;^^;Kf^*i*0. ct>6<t> 

[0 019] C<[>J:5tt«««Wt-«#;li@XHK». % 

««a<)!>««:»tf. B®*#SSL-r. WTtcapr*. 
( 0 0 2 0 ] B 1 it. i»^tli(!>iKaKc^#;k«W?ft« 

lK:Ji<0/<:t><D«. l'*H>*3^>a4;t>*3n4t«?t:- 

R««<j>©si 2 1 3rt(<:iimsnfcn«tt«> 
T?**. ?f«* 1 1 tojjcifj^ffi 1 3<ortSimgt 

l&(i9>&it(C<$«»^S«S 1 6 J: O^feSn-CidO . 
(002 1] .SlBl2tt. 9 ^OAa!>«<,»lty 

^•^A^^v^fcttL I - Ai^ai;«>y^'>A^ 



(5) !J$Sa20 00-58 1 23 

8 

[002 2] iE«i4». nx.t<. sefttA^Lr. 

TiS. . MoS, . NbSe, **<,»liV, 0. <fi' 
x*>l'4^-l««*iS<T4K:«. Li. M 

o. *a£*i"r*y^^o/.tt^ft^Bl*«^"c\'4c^. 

AH9* 0I,><. «C4$. WX 1 a«igU:03«(^«i»t (/ 
<. ft«E»(C«. 3/<Jl'h (Co). :i->irJKNi) 

*jj:»^>^> (Mn) o9feo4>a<i<»ia*J«« 
20 x». 0. 05^x^1. 1 ooe 

WiLrtt. LiCoO, . L 1 Ni 0, . Li. N I 
. Co... O, (ffiL. x4»J:cXy<Dtilj:SitKZ>^£tkS 
ttStCJr^-CHift*). as. 0<x<l. 0. 7<yS 
l-C^-S. ) «^&('ULiMn.O. ^r^A^W&n 

[0 02 3] afe. c(^>!;f cA^s&BTttftt*. m 
It. •J^OA<^^«. iHSHi. KikUiib^i'tt^-Sft 

«:te<,i-c 6 00-1000 xff>vm\msSi'^mi> 

[0 02 4] ■fe^^U-i'l 51*. lliB124jEei4 4 
l-f :»*l*oxf u>. 5i<ij7"at:i/Va>^>t'«:*Ux 

40 [ 0 0 2 5 ] C ©i: ^W'SrWriZIiX^ifeJt^^IOJ: 
[0 02 6] C^ZliXSlS-Ctt. 5ES*?T^i. E«l 
K« 1 6 «r/rL.-C*^<U- * 1 5 «riiiiLrSffi 1 2 (C 

4^. {iei2(cfsxn<&^%W(c«ei$nfc>j^0A 

3!li^5f>i<fr»-Cliattt<. »*SJK«16'«:/rL'C-b/t 
U-»l S^aiioriEiEl 4(CM9(R€!d4l'S. cc 
■C. »*SK«16«. Sjiil/t:{b5K:*Uci'D + 
50 -9^>S»W«:3^t?l'««>7. fU£n$1ttt3»tiS<. ft 



http://vmw6Jpdljpo.gojp/tjcontenttms.ipdI?NOO()(3=21&N(MOO=image/g^ 5/23/2003 



Page 1 of 



Etc fct ^ t: «>snfcs?fettte>sm3ft -s, 
[1)027] C0J: -5 (c. **te<i!»^S«i:^&*rlc«K 

Air?**. SE-^-C, SjfoOffiSSfctt^ittttA-Clf. 
[0028] *&. ua^D->mt»<m&2^'CK.is 

w^fltttt** 5 0 0 0 c s t teiT**t'W*i^^e 
ooooyTif i.A^tc'j'tw*. M>«s$«9i4i 

CHi /cHa 



(6) 1^2000-58 123 

10 

[0029] 

*C'jf -JAfitLr (CF, SOi ) , NL I «:aaDC 

fe4ffiR©^aKjft*ffaofe. <cFi so, ), 

«1-Ctt0. 5mo 1. 1l|tt«2t?tti. Oiao K * 

[0030] 
[(1:6] 



CH3-si— o+a— o- 



I 

CHS 



[003 1] 



^CHa — CHa — CH2 — O -<-CH2--CHa • 



•O-^—CHa/j CH3 






(CF3902)2NU(C>8^ (zncil) 


(mS/cm) 








z 


ID 


404X10-* 


3 




3L39xlO"i 


4 


ao 





[0032] C*^fe&|SJ8Plki>**a(g}etC-:H»-C. ^ 30 

». g^VHimimiO. 14 5cm««l:0«ei0. 

7 8 54 cm' ©;t7^>i';^fir-$lW,rSBE«-9JftlO. 

*»6S«S$«:*»te. S6mc«|.««:«lt»:*T. «f 
V^^m»08ll0i2 5 t^C<DfMm«(«2 0 c $ t 
[0 03 31 C«\&<^%«>6. S^tliA<D^«sm 40 

[0 034] aye. |g(C. «K«20#*SjBa{c-:»t,:. 

xmm^mj^isj:mmitmin'?fc, grits 
t:K{b**tt*a^fc. aREi*3assosa<t*-bJi' 

ift<9$««s(a<z>ieBtt. 1 0 0 ii A / c m' «>irft« 



4. 8Vi+»(CiS[l>ll*JSSnfc. c«^**>*>. c 

[0 03 5] ftS4$tt«itm @l<CiS0fcJ:5&3 

-b^cOJEStctXLiCoO, SStct^ftW 
JSftSlt. J:ffi«E«r4. 2V. TPRSESr 
3. OV, ttS«»«:l 00JlAibX20■^^^^'4'« 
-CilOiii/A:. *<f>tiMm6t\km9mL&aZ(C^ 

[0036] tfl;t>fe. W±«)^*A>6. ^IBMIPII©* 

[ 0 0 3 7 ] tti. mtiomniiifmm&mfx-^ 
».W^m:i.itii>i>9)Xi!i.it< , mtms^^iHii, 



http://wv^nv6.ipdljpo.gojp/tjcontenttriisjp<iI?N000()=21&N0400 5/23/2003 



Page 1 of 



11 

[01)3 8] ±ss^mo>mm^m^x{ii. n^i' 

[0039] HK, ±l2?ltt<i>««K:i{Kl*. ZiXS 

mtKitSmnctifixiio 

[0040] 

X. C«!>#;kSI^«rffiv>-C«f6««}Efirn». «aM> 

m,^K.^izi^iiktfimf\xh. mti.ti\tm'k9^ 



<7) 1IRI2000-58 123 

12 

"t: [004 1] t$!fU12t/c(i:^^4(C§e$«>^ 

5 0 0 0 c S t «TA*t'tt*«9»^fi 
41 OOOOiyTif iJc^tCLteO-C. 

[0042] «fc iii*fle<ti't.ii5K«io©t'rn 
*itcaaat<^>«itfi«cj:n«. (k2tc»sufcvD*-!*->a 

^^iVmthctt^xith, ioT. s?fe<iMsaa*fei* 
(aii<D@«Qiaq] 

[0 1 ] ■^fm<o-^mmmi>ffimmmr.>' 
ii-9m^ff, 12 ".as. iZ "9ms. m - 




(132] 



-r , 5^P£SS¥5 

IS 14 ft IT 




F3i-i.<#*) 4JO0J cpon C0056 0035 txaw 

0H0Q6 CX006 GQPO 
9909 Mm Am AKO? AKOS A106 
All? AMOl AM07 AM16 eiU 
HW7 urn Nm HI20 



http://www6Jpdljpo.gojp/tjcontenttrnsjpdl?N000()=21&N()40()Hmag^^ 5/23/2003 



Page 1 of 2 



♦NOTICES* 

Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer.So the translation may not reflect the origins 
precisely. 

2. **** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 

CLAIMS 

[Claim(s)] ^ =— = == == = = = = _= = 

[Claim 1] Nonaqueous electrolyte characterized by including the siloxane derivative shown by 
following ** 1 , and at least one sort of li^t metal salts. 
[Formula 1] 

CH3 CH3 

I I 
CH3— Si — O— Da— Si — CH3 

I ' . I 
CH3 CH3 



CH3 



(a expresses the integer of 1 to 50 among a formula, m expresses the integer of 0 to 40, n expresses 
the integer of 0 to 40, and R expresses a hydrogen atom or an alkyl group.) in addition, at the time of 
a> 1, even if a D is the same, it may differ Moreover, the hydrogen atom contained in D and R may 
be replaced by the halogen atom. 

[Claim 2] The aforementioned siloxane derivative is nonaqueous electrolyte according to claim 1 
characterized by the coefficirait of kinematic viscosity in the temperature of 25 degrees C being 5000 
or less cSts. 

[Claim 3] The aforementioned siloxane derivative is nonaqueous electrolyte according to claim 1 
characterized by average molecular weight being 10000 or less. 

[Claim 4] The aforementioned light metal salt is nonaqueous electrolyte according to claim 1 
characterized by being a Uthium metal salt. 

[Claim 5] Nonaqueous electrolyte according to claim 1 characterized by the conductivity in the 
temperature of 25 degrees C being 0.1 or more mS/cm. 

[Claim 6] The cell characterized by having the separator formed between the positive electrode, the 
negative electrode, and the aforementioned positive electrode and the aforementioned negative 
electrode, and nonaqueous electrolyte containing the siloxane derivative and at least one sort of light 
metal salts which are shown by following ** 2. 
CPormula 2] 



D = — 



I 

Si— 0 — 



CH2-rCH2-CH2— 0-f-CH2— CH2--0-^CH— CH2— O^R 
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1 I 
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CH3 
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D =— Si— 0— 
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CH2— CH2— CH2— 0-<-CH2— CH2— 0-W-CH— CH2— 0 



CH3 



(a expresses the integer of 1 to 50 among a formula, m expresses the integer of 0 to 40, n expresses 
the integer of 0 to 40, and R expresses a hydrogen atom or an alkyl group.) in addition, at the time of 
a>l , even if a D is the same, it may differ Moreover, the hydrogen atom contained in D and R may 
be replaced by the halogen atom. 

[Claim 7] The aforementioned nonaqueous electrolyte is a cell according to claim 6 characterized by 
the coefficient of kinematic viscosity in the temperature of 25 degrees C containing the siloxane 
derivative of 5000 or less cSts. 

[Claim 8] The aforementioned nonaqueous electrolyte is a cell according to claim 6 characterized by 
average molecular weight containing 10000 or less siloxane derivative. 

[Claim 9] The aforementioned nonaqueous electrolyte is a cell according to claim 6 characterized by 
the conductivity in the temperature of 25 degrees C being 0.1 or more mS/cm. 
[Claim 10] It is the cell according to claim 6 characterized by the aforementioned negative electrode 
containing occlusion and the carbon material from which it can be desorbed for a Uthium, a lithium 
alloy, or a lithium ion while the aforementioned positive electrode contains occlusion and the oxide 
from which it can be desorbed, or a sulfide for a lithium ion. 
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DETAILED DESCRIPTION ■ 

Petailed Description of the Invention] 
[0001] 

[The technical field to which invention belongs] this invention relates to the cell using the 
nonaqueous electrolyte and it containing the U^t metal salt which is an electrolyte, and a solvent. 
[0002] 

[Description of die Prior Art] Recent years come and portable electrical-and-electric-equipment 
products, such as a camera one apparatus video tape recorder, a cellular phone, or a laptop computer, 
are spreading quickly, moreover, the viewpoint of an environmental problem to NOx etc. - 
development of the electric vehicle which does not discharge exhaust gas in air has come to be taken 
up as a social technical problem The research and development about the cell as a portable power 
supply and a clean energy source, especially a rechargeable battery are actively furthered under such a 
situation. Since a high energy density is obtained as compared with tiie lead (Pb) rechargeable battery 
or nickel cadmium (nickel-Cd) rechargeable battery which is flie conventional drainage system 
electrolytic-solution rechargeable battery, the rechargeable battery (lithium secondary battery) which 
used the Uthium (Li) or the lithium ion G-i+) especially attracts great expectation. 
[0003] non-aqueous solvents, such as carbonates, such as low-molecular ethylene carbonate as the 
electrolytic solution of this lithium secondary battery, propylene carbonate, or diethyl carbonate, - as 
an electrolyte - LiPF6 etc. - it is widely used from that [ conductivity's ] in which the lithium system 
electrolyte salt was dissolved being comparatively high, and being stable also in potential 
[0004] However, altiiough the Uthium secondary battery using such nonaqueous electrolyte is highly 
efficient, since the inflammable organic solvent is used as the electrolytic solution, a problem may 
arise in safety. For example, the high current may have flowed and generated heat in the cell rapidly 
at die time of the short circuit of current, the electrolytic solution which contains an organic solvent 
by this may have caused evaporation or decomposition, and breakage, rupture, or ignition of a cell 
may have taken place for the generation of gas by this. Then, in order to prevent these conventionally, 
the safety practice was performed by preparing a relief valve or a current interrupting device ete. 
which will cleave if the pressure in a cell rises. 
[0005] 

[Problem(s) to be Solved by the Invention] However, since safety was secured by improving structure 
mechanisms, such as a relief valve, conventionally, while structure will be complicated, only die part 
of those structures had the problem that the size of a cell will become large. Then, to improve cell 
material fundamentally is desired. 

[0006] this invention was made in view of this trouble, and the 1st purpose is in offering nonaqueous 
electrolyte excellent in chemical stability and thermochemical stabiUty. 

[0007] Moreover, the 2nd purpose of this invention is by suppressing evaporation or decomposition 
of tiie electrolytic solution to offer the cell which prevented die breakage or ignition of a cell by 
generating of gas, and was excellent in the cell performance. 
[0008] 

[Means for Solving the Problem] The nonaqueous electrolyte by this invention contains the siloxane 
derivative shown by following ** 3, and at least one sort of light metal salts. 
[Formula 3] 
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(a expresses the integer of 1 to 50 among a fonnula, m expresses the integer of 0 to 40, n expresses 
the integer of 0 to 40, and R expresses a hydrogen atom or an alkyl group.) in addition, at the time of 
a> 1, even if a D is the same, it may differ Moieova:, the hydrogen atom containedin D and R may 
be replaced by the halogen atom. 

[0009] The cell by this invention is equipped with the separator formed between the positive 
electrode, the negative electrode, and a positive electrode and a negative electrode, and the; 
nonaqueous electrolyte containing the siloxane derivative, and at least one sort of light metal salts 
which are shown by following ** 4. 
[Fonnula 4] 
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(a expresses the integer of 1 to 50 among a formula, m expresses the integer of 0 to 40, n expresses 
the integer of 0 to 40, and R expresses a hydrogen atom or an alkyl group.) in addition, at the time of 
a> 1, even if a D is the same, it may differ Moreover, die hydrogen atom contained in D and R may 
be replaced by the halogen atom. 

[0010] In the nonaqueous electrolyte by this invention, since the siloxane derivative shown in ** 3 is 
included, chemical stability is high, and since it is fire retardancy or low vapor pressure, it has tiie 
property of exceUing also thermochemically. Therefore, if a cell is constituted using this nonaqueous 
electrolyte, evaporation or decomposition cannot take place easily at the time of the short circuit of 
current, breakage or ignition of a cell is prevented, and the cell performance which was excellent also 
in the high voltage is shown. 

[0011] By the cell by this invention, hght metal ion moves the inside of nonaqueous electrolyte to a 
negative electrode from a positive electrode through separator by charge, and hght metal ion moves 
the inside of nonaqueous electrolyte to a positive electrode from a negative electrode through 
separator by electric discharge. Here, since nonaqueous electrolyte contains the siloxane derivative 
shown in ** 4, evaporation or decomposition cannot take place easily at the time of the short circuit 
of current, breakage or ignition of a cell is prevented, and the cell performance which was excellent 
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also in the high voltage is shown. 
[0012] 

[Embodiments of the Invention] Hereafter, the gestalt of operation of this invention is explained in 
detail with reference to a drawing. 

[0013] The nonaqueous electrolyte concerning the gestalt of 1 operation of this invention consists of 
a siloxane derivative shown in ** 5 which is a solvent, and at least one sort of Ught metal salts which 
are electrolytes. 
[Formula 5] 
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(a expresses the integer of 1 to 50 among a formula, m expresses the integer of 0 to 40, n expresses 
the integer of 0 to 40, and R expresses a hydrogen atom or an alkyl group.) in addition, at the time of 
a> 1, even if a D is the same, it may differ Moreover, the hydrogen atom contained in D and R may 
be replaced by the halogen atom. 

[0014] This siloxane derivative is a shape of chain type inorganic polymer which has the chain 
combination of silicon (Si) and oxygen (O) in a basic skeleton and by which the side chain which is a 
univalent organic machine was added to silicon. This siloxane derivative has high chemical stability, 
and since it is fire retardancy or low vapor pressure, it has the property of excellmg also in 
thermochemical stabiUty. 

[0015] In addition, the coefficient of kinematic viscosity in the temperature of 25 degrees C of this 
siloxane derivative is 5000 or less cSts, and, as for average molecular weight, it is desirable that it is 
10000 or less: It is because viscosity is comparatively low and it is required to dissolve a light metal 
salt, in order to use as a solvent of the electrolytic solution. These are adjusted by choosing 
moderately the side chain radical of D in the chemical formula shown in ** 5, and the number of a in 
a chemical formula. As for a in this chemical formula, it is desirable in that case that it is the integer 
of 1 to 20 within the limits. 

[0016] On the other hand, there is alkali-metal salts, such as Uthium salt or a sodium (Na) salt, or an 
aluminum (aluminum) salt as light metal salt, and it is chosen expedient according to tiie kind of cell 
which uses this nonaqueous electrolyte. In constituting a lithium cell, for example, LiBF4 and 
LiC104, LiPF6, LiAsF6, CF3 S03 Li, 2 (CF3 S02) NLi, C4 F9 S03 Li, CF3 C02 U, 2 (CF3C02) 
NLi, C6 F5 SOS Li, C8 F17S03 Li, 2 (C2 F5 S02) NLi, NLi, NLi (CF(FSO 2C6F4)3 S02), (C4 F9 
S02) (CF3 S02) (CF3) 2 NLi, 3 (CF3 S02) CLi, 4 (3 C6 F3 2 (CF3)- 5) BU or LiCF3, and LiAlCl 
(2 CH0S02)4 etc. Utiiium salt is used 

[0017] In addition, as for the conductivity in the temperature of 25 degrees C of tiiis nonaqueous 
electrolyte, it is desirable that tiiey are 0.1 or more mS/cm, and it is adjusted by tiie kind of light metal 
salt, or its concentration. 

[0018] Moreover, in addition to the siloxane derivative, this nonaqueous electrolyte may contain 
otiier solvents. As other solvents, there is propylene carbonate, ethylene carbonate, diethyl carbonate, 
metiiyletiiyl carbonate, 1, 2-dimetiioxyetiiane, 1, 2>diethoxy ethane, gamma-butyrolactone, a 
tetrahydrofuran, 1, 3-dioxolane, dipropyl carbonate, dietiiylether, a sulfolane, a methyl sulfolane, an 
acetonitrile, a propionitrile, an anisole, acetic ester, or propionic-acid ester, and any these one sort or 
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\ two sorts or more may be mixed and contained, for example. 

[0019] The nonaqueous electrolyte which has such composition is used for a cell as follows. Here, 
the example of a lithium secondary battery is given and it explains below with reference to a drawing. 

[0020] Drawing 1 expresses the cross-section structure of the rechargeable battery using the 
nonaqueous electrolyte concerning the gestalt of this operation. In addition, what was shown in 
drawing 1 is called so-called coin type. The laminating of the disc-like negative electrode 12 by 
which this rechargeable battery was held in the sheathing cup 11, and the disc-like positive electrode 
14 held in the sheathing can 13 is carried out through separator 15. the interior of the sheathing cup 
11 and the sheathing can 13 is filled by the nonaqueous electrolyte 16 concerning the gestalt of this 
operation - having - **** - the periphery section of the sheathing cup 11 and the sheathing can 13 - 
- an insulating gasket 17 - minding - it is sealed by being closed 

[0021] The negative electrode 12 contains occlusion and the carbon material which can be ****ed for 
lithium alloys, such as a lithium, a lithium ion, or an Li-aluminum alloy. This carbon material is 
prepared in predetermined temperature and predetermined atmosphere, for example, carbon black, 
such as corks, such as pyrolytic carbons, petroleum coke, or pitch coke, artificial graphites, natural 
graphites, and acetylene black, glassy carbons, the organic polymeric-materials baking object, or the 
carbon fiber is used. In addition, an organic polymeric-materials baking object calcinates organic 
polymeric materials at the suitable temperature of 500 degrees C or more in inert gas atmosphere or a 
vacuum. 

[0022] a positive electrode 14 - as a positive active material - TiS2, MoS2, and NbSe2 Or V2 05 
etc. - the metallic sulfide which does not contain a hthium, the oxide, or the lithium multiple oxide 
containing a lithium is contained In order to make an energy density high especially, it is Lix M02. It 
is desirable that the lithium multiple oxide made into a subject is included. In addition, one or more 
kinds of transition metals of M are desirable, and, specifically, its at least one sort in cobalt (Co), 
nickel (nickel), and manganese (Mn) is desirable. Moreover, x is usually the value of 0.05<=x<=1.10 
within the limits, as the example of such a lithium multiple oxide - LiCo02, LiNi02, Lix Niy Col-y 
02, or (however, the value of x and y changes with charge-and-discharge states of a cell; and are 
usually 0< x<l and 0.7< y<=l .) LiMn 204 etc. - it is mentioned 
[0023] In addition, this lithium multiple oxide carries out trituration mixture according to 
composition of a request of the carbonate of a lithium, a nitrate, an oxide or a hydroxide, and the 
carbonate of transition metals, a nitrate, an oxide or a hydroxide, and is prepared by calcinating in 
oxygen atmosphere at the temperature within the limits of 600-1000 degrees C. 
[0024] Separator 15 isolates a negative electrode 12 and a positive electrode 14, it passes a lithium 
ion, preventing the short circuit of the current by contact of two poles, and is constituted by a 
nonwoven fabric, a ceramic film, or porosity thin film films made of synthetic resin, such as a 
polytetrafluoroethylene, polypropylene, or polyethylene, etc. 
[0025] The rechargeable battery which has such composition acts as follows. 
[0026] In this rechargeable battery, if it charges, it will become ion, and will **** and occlusion of 
the lithium contained in a positive electrode 14 will be carried out to the carbon material which 
passes separator 15 through nonaqueous electrolyte 16, and is contained in a negative electrode 12. 
Then, if it discharges, it will become ion and will and separator 15 is passed through 
nonaqueous electrolyte 16, the lithium by which occlusion was carried out to the carbon material 
contained in a negative electrode 12 will return to a positive electrode 14, and occlusion will be 
carried out. Here, since the siloxane derivative shown in ** 5 as a solvent is included, nonaqueous 
electrolyte 16 has high chemical stability, and since it is fire retardancy or low vapor pressure, it is 
thermochemically excellent [ nonaqueous electrolyte ]. Therefore, evaporation or decomposition 
cannot take place easily at the time of the short circuit of current, breakage or ignition of a cell is 
prevented, and the cell performance which was excellent also in the high voltage is shown. 
[0027] Thus, since the siloxane derivative shown in ** 5 as a solvent is included according to the 
nonaqueous electrolyte concerning the gestalt of this operation, chemical stability and 
thennochemical stability can be made high. Therefore, if a cell is constituted using this nonaqueous 
electrolyte, even if a high current flows rapidly at the lime of the short circuit of current, evaporation 

http://www4.ipdl.jpo.go.jp/cgi-bin/tran_web_cgi_eije 6/4/2003 



Page 5 of 6 

or decomposition of nonaqueous electrolyte can be suppressed. Therefore, breakage or ignition of a 
cell can be prevented, and while being able to ** as if safety is raised, the cell performance which 
was excellent also in the high voltage can be obtained. 

[0028] Moreover, if it is made to make 5000 or less cSts or average molecular weight for the 
coefficient of kinematic viscosity in the temperature of 25 degrees C of a siloxane derivative or less 
into 10000, the good nonaqueous electrolyte which can dissolve enough light metal salts to pull out 
high conductivity, and light metal ion can move can be obtained. 
[0029] 

[Example] Furthermore, the concrete example of this invention is explained in detail. Here, four 
kinds of nonaqueous electrolyte which added 2 Nli as lithium salt (CF3 S02) to the siloxane 
derivative shown in ** 6 was produced. (CF3 S02) It was made to change in each example, as the 
addition of 2 NLi was shown in Table 1, and to Ig of siloxane derivatives, in the example 1, it could 
be as 1.5 mols in 1 .0 mols and the example 3, and could be [ the example 3 ] 3.0 mols by 0.5 mols 
and the example 2, respectively. 
[0030] 
[Formula 6] 
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[Table 1] 
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[0032] About the nonaqueous electrolyte of each [ these ] example, the ion conductivity examination 
was perfomied, respectively. By ion conductivity examination, it is each nonaqueous electrolyte the 
thickness of 0.145cm, and an area of 0.7854cm 2 It inserted with the stainless steel board, voltage 
was impressed, and it asked for conductivity from the so-called Kohl Kohl (Cole-Cole) plot which 
expressed the sine-wave-altemating-current voltage to impress by the symbolic method (complex 
notation). The obtained result is shown in Table 1. In addition, coefficients of kinematic viscosity 
with a temperature [ of the siloxane derivative shown in ** 6 in the nonaqueous electrolyte of each 
example ] of 25 degrees C were 20cSt(s). 

[0033] These results showed that each nonaqueous electrolyte of each example had the conductivity 
which can be used for a cell. 

[0034] Furthermore, the oxidation stability examination and the electric discharge characteristic test 
were performed about the nonaqueous electrolyte of an example 2. In the oxidation stability 
examination, the cyclic voltamogram was measured and oxidation stabiUty was investigated. 
Measurement used the electrochemical cell made from three electrodes, the nickel electrode with a 
diameter of 0.5nmi was used for the operation pole, and the lithium metal was used for the counter 
electrode and the reference pole, respectively. The range of the stable potential in that case is 
100microA/cm2. It carried out until an oxidation current occurred. Consequently, the value with 
oxidization stable potential as high enough as 4.8V was acquired. This result showed that the cell 
performance which was excellent also in the high voltage according to this nonaqueous electrolyte 
could be obtained. 

[0035] In the electric discharge characteristic test, the coin type test cell as shown in drawing 1 was 
produced, and charge and discharge were performed. In the positive electrode of a test cell, it is 
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' LiCo02. It used and the carbon material was used for the negative electrode. Charge and discharge 
set 4.2V and minimum voltage to 3.0V, set the discharge cunent to lOOmicroA, and upper limit 
voltage was repeated up to 20 cycles. The charge-and-discharge curve obtained as a result is shown in 
drawing 2 . Drawing 2 showed that the cell using this nonaqueous electrolyte had sufficient charge- 
and-discharge property. Therefore, when using this nonaqueous electrolyte, it turns out that the 
outstanding cell performance can be obtained. 

[0036] That is, the above result showed that could acquire sufficient charge-and-discharge property 
and it was stable also in the high voltage further while sufficient conductivity is obtained according to 
the nonaqueous electrolyte of each example. Therefore, if this nonaqueous electrolyte is used, the 
outstanding cell performance can be obtained. 

[0037] As mentioned above, although the gestalt and example of operation were given and this 
invention was explained, this invention is not limited to the gestalt and each example of the above- 
mentioned implementation, and can deform variously. For example, in the gestalt and each example 
of the above-mentioned implementation, although the hthium secondary battery was explained, this 
invention is applicable about the rechargeable battery which used other light metals, such as sodium . 
or aluminum, similarly. In this case, the light metal salt of nonaqueous electrolyte and the positive 
active material of a positive electrode are suitably chosen according to it. 
[0038] Moreover, in the gestalt of the above-mentioned implementation, although the coin type 
rechargeable battery was explained, this invention is applicable about the thing of other 
configurations, such as telescopic [ which has a button type, a paper type, a square shape, or spiral 
structure ], siniilarly. 

[0039] Furthermore, in the gestalt of the above-mentioned implementation, although the rechargeable 

battery was explained, this invention is applicable to other cells, such as a primary cell. 

[0040] 

[Effect of the Invention] Since the siloxane derivative shown in ** 1 is included according to 
nonaqueous electrolyte given in any 1 of a claim 1 or the claims 5 as explained above, chemical 
stability and thennochemical stability can be made high. Therefore, if a cell is constituted using this 
nonaqueous electrolyte, even if a high current flows rapidly at the time of the short circuit of current, 
evaporation or decomposition can be suppressed. Therefore, breakage or ignition of a cell can be 
prevented, and while being able to ** as if safety is raised, the effect that the cell performance which 
was excellent also in the high voltage can be obtained is done so. 

[0041] Moreover, according to nonaqueous electrolyte according to claim 2 or 4, since it was made to 
make 5000 or less cSts or average molecular weight for the coefficient of kinematic viscosity in the 
temperature of 25 degrees C of a siloxane derivative or less into 10000, the effect that the good 
nonaqueous electrolyte which can dissolve enough Ught metal salts to pull out high conductivity, and 
light metal ion can move can be obtained is done so. 

[0042] Moreover, since it has nonaqueous electrolyte containing the siloxane derivative shown in ** 
2 according to the cell given in any 1 of a claim 6 or the claims 10, even if a high current flows 
rapidly at the time of the short circuit of current, evaporation or decomposition of nonaqueous 
electrolyte can be suppressed. Therefore, while being able to prevent breakage or ignition of a cell 
and being able to raise safety, the effect that the cell performance which was excellent also in the high 
voltage can be obtained is done so. 

[Translation done.] 
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Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer.So the translation may not reflect the original 
precisely. 

2 **** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 

TECHNICAL FIELD ~ — ~ 

[The technical field to which invention belongs] this invention relates to the cell using the 
nonaqueous electrolyte and it containing the light metal salt which is an electrolyte, and a solvent 



[Translation done.] 
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Japan Patent Office is not responsible for any 
damages caused by the use of this translation. 

1. This document has been translated by computer.So the translation may not reflect the original 
precisely. 

2 **** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 

PRIOR ART ^ " 

[Description of the Prior Art] Recent years come and portable electrical-and-electric-equipment 
products, such as a camera one apparatus video tape recorder, a cellular phone, or a laptop computer, 
are spreading quickly, moreover, the viewpoint of an environmental problem to NOx etc. - 
development of the electric vehicle which does not discharge exhaust gas in air has come to be taken 
up as a social technical problem The research and development about the cell as a portable power 
supply and a clean energy source, especially a rechargeable battery are actively furthered under such a 
situation. Since a high energy density is obtained as compared with the lead (Pb) rechargeable battery 
or nickel cadmium (nickel-Cd) rechargeable battery which is the conventional drainage system 
electrolytic-solution rechargeable battay, the rechargeable battery (lithium secondary battery) which 
used the lithium (Li) or the lithium ion XLA+) especially attracts great expectation. 
[0003] non-aqueous solvents, such as carbonates, such as low-molecular ethylene carbonate as the 
electrolytic solution of this lithium secondary battery, propylene carbonate, or diethyl carbonate, ~ as 
an electrolyte - LiPF6 ete. ~ it is widely used from that [ conductivity's ] in which the lithium system 
electrolyte salt was dissolved being comparatively high, and being stable also in potential 
[0004] However, although the lithium secondary battery using such nonaqueous electrolyte is highly 
efficient, smce the inflammable organic solvent is used as the electrolytic solution, a problem may 
arise in safety. For example, the high current may have flowed and generated heat in the cell rapidly 
at the time of the short circuit of current, the electrolytic solution which contains an organic solvent 
by this may have caused evaporation or decomposition, and breakage, a burst, or ignition of a cell 
may have taken place for the generation of gas by this. Then, in order to prevent these conventionally, 
the safety practice was performed by preparing a relief valve or a current interrupting device ete. 
which will cleave if the pressure in a cell rises. 



[Translation done.] 
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EPE7ECT OF THE INVENTION 

[Effect of the Invention] Since the siloxane derivative shown in ** 1 is included according to 
nonaqueous electrolyte given in any 1 of a claim 1 or the claims 5 as explained above, chemical 
stability and thermochemical stability can be made high. Therefore, if a cell is constituted using this 
nonaqueous electrolyte, even if a high current flows rapidly at the time of the short circuit of current, 
evaporation or decomposition can be suppressed. Therefore, breakage or ignition of a cell can be 
prevented, and while being able to ** as if safety is raised, the effect that the cell perforaiance which 
was excellent also in the high voltage can be obtained is done so. 

[0041] Moreover, according to nonaqueous electrolyte according to claim 2 or 4, since it was made to 
make 5000 or less cSts or average molecular weight for the coefficient of kinematic viscosity in the 
temperature of 25 degrees C of a siloxane derivative or less into fOOOO, the effect that the good 
nonaqueous electrolyte which can dissolve enough light metal salts to pull out high conductivity, and 
light metal ion can move can be obtained is done so. 

[0042] Moreover, since it has nonaqueous electrolyte containing the siloxane derivative shown in ** 
2 according to the cell given in any 1 of a claim 6 or the claims 10, even if a high current flows 
rapidly at the time of the short circuit of current, evaporation or decomposition of nonaqueous 
electrolyte can be suppressed. Therefore, while being able to prevent breakage or ignition of a cell 
and being able to raise safety, the effect that the cell performance which was excellent also in the high 
voltage can be obtained is done so. 

[Translation done.] 
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TECHNICAL PROBLEM 

[Problem(s) to be Solved by the Invention] However, since safety was secured by improving structure 
mechanisms, such as a relief valve, conventionally, while stracture will be complicated, only the part 
of those structures had the problem that the size of a cell will become large. Then, to improve cell 
material fundamentally is desired. 

[0006] this invention was made in view of this trouble, and the 1st purpose is in offering nonaqueous 
electrolyte excellent in chemical stability and thermochemical stability. 

[0007] Moreover, the 2nd purpose of this invention is by suppressing evaporation or decomposition 
of the electrolytic solution to offer the cell which prevented the breakage or ignition of a cell by 
generating of gas, and was excellent in the cell performance. 



[Translation done.] 
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MEANS 



[Means for Solving the Problem] The nonaqueous electrolyte by this invention contains the siloxane 
derivative shown by following ** 3, and at least one s<Mt of light metal salts. 
[Formula 3] 
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(a expresses the integer of 1 to 50 among a fonnula, m expresses the integer of 0 to 40, n expresses 
the integer of 0 to 40, and R expresses a hydrogen atom or an alkyl group.) in addition, at the time of 
a> 1, even if a D is the same, it may differ Moreover, the hydrogen atom contained in D and R may 
be replaced by the halogen atom. 

[0009] The cell by this invention is equipped with the separator formed between the positive 
electrode, the negative electrode, and a positive electrode and a negative electrode, and the 
nonaqueous electrolyte containing the siloxane derivative and at least one sort of light metal salts 
which are shown by following ** 4. 
[Formula 4] 
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(a expresses the integer of 1 to 50 among a formula, m expresses the integer of 0 to 40, n expresses 
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the integer of 0 to 40, and R expresses a hydrogen atom or an alkyl group.) in addition, at the time of 
a> 1, even if a D is the same, it may differ Moreover, the hydrogen atom contained in D and R may 
be replaced by the halogen atom. 

[0010] In the nonaqueous electrolyte by this invention, since the siloxane derivative shown in ** 3 is 
included, chemical stability is high, and since it is fire retardancy or low vapor pressure, it has the 
property of excelling also thermochemically. Therefore, if a cell is constituted using this nonaqueous 
electrolyte, evaporation or decomposition cannot take place easily at the time of the short circuit of 
current, breakage or ignition of a cell is prevented, and the cell performance which was excellent also 
in the high voltage is shown. 

[001 1] By the cell by this invention, light metal ion moves the inside of nonaqueous electrolyte to a 
negative electrode from a positive electrode through separator by charge, and light metal ion moves 
the inside of nonaqueous electrolyte to a positive electrode from a negative electrode through 
separator by electric discharge. Here, since nonaqueous electrolyte contains the siloxane derivative 
shown in ** 4, evaporation or decomposition cannot take place easily at the time of the short circuit 
of current, breakage or ignition of a cell is prevented, and the cell performance which was excellent 
also in the high voltage is shown. 
[0012] 

[Embodiments of the Invention] Hereafter, the gestalt of operation of this invention is explained in 
detail with reference to a drawing. 

[0013] The nonaqueous electrolyte concerning the gestalt of 1 operation of this invention consists of 
a siloxane derivative shown in ** 5 which is a solvent, and at least one sort of light metal salts which 
are electrolytes. 
[Formula 5] 

CH3 CHs 

I I 
CH3— SI — O— Da~ Si — CHs 

CH3 CH3 

CHs 
I 

D=— Si— O— 

I 

CHz — CH2 — CH2 — 0 CHz — CHz — O CH — CH2 — O -V R 

CHa 



7 

/n 



(a expresses the integer of 1 to 50 among a formula, m expresses the integer of 0 to 40, n expresses 
the integer of 0 to 40, and R expresses a hydrogen atom or an alkyl group.) in addition, at the time of 
a> 1, even if a D is the same, it may differ Moreover, the hydrogen atom contained in D and R may 
be replaced by the halogen atom. 

[0014] This siloxane derivative is a shape of chain type inorganic polymer which has the chain 
combination of silicon (Si) and oxygen (O) in a basic skeleton and by which the side chain which is a 
univalent organic machine was added to silicon. This siloxane derivative has high chemical stability, 
and since it is fire retardancy or low vapor pressure, it has the property of excelling also in 
thermochemical stability. 

[0015] In addition, the coefficient of kinematic viscosity in the temperature of 25 degrees C of this 
siloxane derivative is 5000 or less cSts, and, as for average molecular weight, it is desirable that it is 
10000 or less. It is because viscosity is comparatively low and it is required to dissolve a light metal 
salt, in order to use as a solvent of the electrolytic solution. These are adjusted by choosing 
moderately the side chain radical of D in the chemical formula shown in ** 5, and the number of a in 
a chemical formula. As for a in this chemical formula, it is desirable in that case that it is the integer 
of 1 to 20 within the limits. 
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' [0016] On the other hand, there is alkali-metal salts, such as lithium salt or a sodium (Na) salt, or an 
aluminum (aluminum) salt as light metal salt, and it is chosen expedient according to the kind of cell 
which uses this nonaqueous electrolyte. In constituting a lithium cell, for example, LiBF4 and 
Lia04, LiPF6, LiAsF6, CF3 S03 Li, 2 (CPS S02) Nli, C4 F9 SOS Li, CF3 C02 Li, 2 (CF3C02) 
NLi, C6 F5 SOB Li, C8 F17S03 Li, 2 (C2 F5 S02) NLi, NLi, NLi (CF(FSO 2C6F4)3 S02), (C4 F9 
S02) (CF3 802) (CF3) 2 NLi, 3 (CF3 S02) CLi, 4 (3 C6 F3 2 (CF3)- 5) BLi or LiCF3, and LiAlCl 
(2 CHOS02)4 etc. - lithium salt is used 

[0017] In addition, as for the conductivity in the temperature of 25 degrees C of this nonaqueous 
electrolyte, it is desirable that they are 0.1 or more mS/cm, and it is adjusted by the kind of light metal 
salt, or its concentration. 

[0018] Moreover, in addition to the siloxane derivative, this nonaqueous electrolyte may contain 
other solvents. As other solvents, there is propylene carbonate, ethylene carbonate, diethyl carbonate, 
methylethyl carbonate, 1, 2-dimethoxyethane, 1, 2-diethoxy ethane, gamma-butyrolactone, a 
tetrahydrofuran, 1, 3-dioxolane, dipropyl carbonate, diethylether, a sulfolane, a methyl sxilfolane, an 
acetonitrile, a propionitrile, an anisole, acetic ester, or propiionic-acid ester, and any these one sort or 
two sorts or more may be mixed and contained, for example. 

[0019] The nonaqueous electrolyte which has such composition is used for a cell as follows. Here, 
the example of a lithixmi secondary battery is given and it explains below with reference to a drawing. 

[0020] Drawing 1 expresses the cross-section structure of the rechargeable battery using the 
nonaqueous electrolyte concerning the gestalt of this operation. In addition, what was shown in 
drawing 1 is called so-called coin type. The laminating of the disc-like negative electrode 12 by 
which this rechargeable battery was held in the sheathing cup 1 1 , and the disc-like positive electrode 
14 held in the sheathing can 13 is carried out through separator 15. the interior of the sheathing cup 
11 and the sheathing can 13 is filled by the nonaqueous electrolyte 16 concerning the gestalt of this 
operation — having - **** - the periphery section of the sheathing cup 1 1 and Ihe sheathing can 13 - 
- an insulating gasket 17 - minding - it is sealed by being closed 

[0021] The negative electrode 12 contains occlusion and the carbon material which can be ****ed for 
hthiimi alloys, such as a lithiirai, a Uthium ion, or an Li-aluminum alloy. This carbon material is 
prepared in predetermined temperature and predetermined atmosphere, for example, carbon black, 
such as corks, such as pyrolytic carbons, petroleum coke, or pitch coke, artificial graphites, natural 
graphites, and acetylene black, glassy carbons, the organic polymeric-materials baking object, or the 
carbon fiber is used. In addition, an organic polymeric-materiads baking object calcinates organic 
polymeric materials at the suitable temperature of 500 degrees C or more in inert gas atmosphere or a 
vacuimi. 

[0022] a positive electrode 14 - as a positive active material - TiS2, MoS2, and NbSe2 Or V2 05 
etc. — the metallic sulfide which does not contain a lithium, the oxide, or the Uthium multiple oxide 
containing a lithium is contained In order to make an energy density high especially, it is Lix M02. It 
is desirable that the Uthium multiple oxide made into a subject is included. In addition, one or more 
kinds of transition metals of M are desirable, and, specifically, its at least one sort in cobalt (Co), 
nickel (nickel), and manganese (Mn) is desirable. Moreover, x is usually the value of 0.05<=x<=1.10 
within the limits, as the example of such a Uthium multiple oxide ~ LiCo02, LiNi02, Lix Niy Col-y 
02, or (however, the value of x and y changes with charge-and-discharge states of a cell, and are 
usually 0< x<l and 0.7< y<=l.) liMn 204 etc. - it is mentioned 
[0023] In addition, this Uthium multiple oxide carries out trituration mixture according to 
composition of a request of the carbonate of a Uthium, a nitrate, an oxide or a hydroxide, and the 
carbonate of transition metals, a nitrate, an oxide or a hydroxide, and is prepared by calcinating in 
oxygen atmosphere at the temperature within the Umits of 600-1000 degrees C. 
[0024] Separator 15 isolates a negative electrode 12 and a positive electrode 14, it passes a Uthium 
ion, preventing the short circuit of the current by contact of two poles, and is constituted by a 
nonwoven fabric, a ceramic film, or porosity thin film films made of synthetic resin, such as a 
polytetrafluoroethylene, polypropylene, or polyethylene, etc. 
[0025] The rechargeable battery which has such composition acts as foUows. 
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[0026] In this rechargeable battery, if it charges, it will become ion, and will **** and occlusion of 
the lithium contained in a positive electrode 14 will be carried out to the carbon material which 
passes separator 15 throu^ nonaqueous electrolyte 16, and is contained in a negative electrode 12. 
Then, if it discharges, it will become ion and will and separator 15 is passed through 
nonaqueous electrolyte 16, the lithium by which occlusion was carried out to the carbon material 
contained in a negative electrode 12 will return to a positive electrode 14, and occlusion will be 
carried out. Here, since the siloxane derivative shown in ** 5 as a solvent is included, nonaqueous 
electrolyte 16 has high chemical stability, and since it is fire retardancy or low vapor pressure, it is 
thermochemically excellent [ nonaqueous electrolyte ]. Therefore, evaporation or decomposition 
cannot take place easily at the time of the short circuit of current, breakage or ignition of a cell is 
prevented, and the cell performance which was excellent also in the high voltage is shown. 
[0027] Thus, since the siloxane derivative shown in ** 5 as a solvent is included according to the 
nonaqueous electrolyte concerning the gestalt of this operation, chemical stability and 
thermochemical stability can be made high. Therefore, if a cell is constituted using this nonaqueous 
electrolyte, even if a high current flows rapidly at the time of the short circuit of current, evaporation 
or decomposition of nonaqueous electrolyte can be suppressed. Therefore, breakage or ignition of a 
cell can be prevented, and while being able to ** as if safety is raised, the cell performance which 
was excellent also in the high voltage can be obtained. 

[0028] Moreover, if it is made to make 5000 or less cSts or average molecular weight for the 
coefficient of kinematic viscosity in the temperature of 25 degrees C of a siloxane derivative or less 
into 10000, the good nonaqueous electrolyte which can dissolve enough light metal salts to pull out 
high conductivity, and Ught metal ion can move can be obtained. 
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2. **** shows the word which can not be translated. 
3.1n the drawings, any words are not translated. 



EXAMPLE 

[Example] Furthermore, the concrete example of this invention is explained in detail. Here, four 
kinds of nonaqueous electrolyte which added 2 NLi as lithium salt (CF3 S02) to the siloxane 
derivative shown in ** 6 was produced. (CF3 S02) It was made to change in each example, as the 
addition of 2 Nli was shown in Table 1, and to Ig of siloxane derivatives, in the example 1, it could 
be as 1.5 mols in 1.0 mols and the example 3, and could be [ the example 3 ] 3.0 mols by 0.5 mols 
and the example 2, respectively. 
[0030] 
[Formula 6] 

CH3 /CH3 \ 
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[Table ] 
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[0032] About the nonaqueous electrolyte of each [ these ] example, the ion conductivity examination 
was performed, respectively. By ion conductivity examination, it is each nonaqueous electrolyte the 
thickness of 0.145cm, and an area of 0.7854cm 2 It inserted with the stainless steel board, voltage 
was impressed, and it asked for conductivity from the so-called Kohl Kohl (Cole-Cole) plot which 
expressed the sine-wave-alternating-current voltage to impress by the symbolic method (complex 
notation). The obtained result is shown in Table 1. In addition, coefficients of kinematic viscosity 
with a temperature [ of the siloxane derivative shown in ** 6 in the nonaqueous electrolyte of each 
example ] of 25 degrees C were 20cSt(s). 

[0033] These results showed that each nonaqueous electrolyte of each example had the conductivity 
which can be used for a cell. 

[0034] Furthermore, the oxidation stability examination and the electric discharge characteristic test 
were performed about the nonaqueous electrolyte of an example 2. In the oxidation stability 
examination, the cyclic voltamogram was measured and oxidation stability was investigated. 
Measurement used the electrochemical cell made from three electrodes, the nickel electrode with a 
diameter of 0.5mm was used for the operation pole, and the lithium metal was used for the counter 
electrode and the reference pole, respectively. The range of the stable potential in that case is 
100microA/cm2. It carried out until an oxidation current occurred. Consequently, the value with 
oxidization stable potential as high enough as 4.8V was acquired. This result showed that the cell 
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performance which was excellent also in the high voltage according to this nonaqueous electrolyte 
could be obtained. 

[0035] In the electric discharge characteristic test, the coin type test cell as shown in drawing 1 was 
produced, and charge and discharge were performed. In the positive electrode of a test cell, it is 
LiCo02. It used and the carbon material was used for the negative electrode. Charge and discharge 
set 4.2V and minimum voltage to 3.0V, set the discharge current to lOOmicroA, and upper limit 
voltage was repeated up to 20 cycles. The charge-and-discharge curve obtained as a result is shown in 
drawing 2 . Drawing 2 showed that the cell using this nonaqueous electrolyte had sufficient charge- 
and-discharge property. Therefore, when using this nonaqueous electrolyte, it turns out that the 
outstanding cell performance can be obtained. 

[0036] That is, the above result showed that could acquire sufficient charge-and-discharge property 
and it was stable also in the high voltage further while sufficient conductivity is obtained according to 
the nonaqueous electrolyte of each example. Therefore, if this nonaqueous electrolyte is used, the 
outstanding cell performance can be obtained. 

[0037] As mentioned above, although the gestalt and example of operation were given and this 
invention was explained, this invention is not limited to the gestalt and each example of the above- 
mentioned implementation, and can deform variously. For example, in the gestalt and each example 
of the above-mentioned implementation, although the lithium secondary battery was explained, this 
invention is applicable about the rechargeable battery which used other light metals, such as sodium 
or aluminum, similarly. In this case, the light metal salt of nonaqueous electrolyte and the positive 
active material of a positive electrode are suitably chosen according to it. 
[0038] Moreover, in the gestalt of the above-mentioned implementation, although the coin type 
rechargeable battery was explained, this invention is applicable about the thing of other 
configurations, such as telescopic [ which has a button type, a paper type, a square shape, or spiral 
structure ], similarly. 

[0039] Furthermore, in the gestalt of the above-mentioned implementation, although the rechargeable 
battery was explained, this invention is appUcable to other cells, such as a primary cell. 
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DESCRIPTION OF DRAWINGS 
[Brief Description of the Drawings] 

[Drawing 11 It is a cross section showing the composition of the rechargeable battery using the 
nonaqueous electrolyte concerning the gestalt of 1 operation of this invention. 
[Drawing 2] It is the property view showing the charge-and-discharge curve in the electric discharge 
characteristic test of the nonaqueous electrolyte concerning the example 2 of this invention. 
[Description of Notations] 

11 [ - A sheathing can, 14 / - A positive electrode, 15 / ~ Separator, 16 / - The electrolytic solution, 
17 / - Insulating gasket ] - A sheathing cup, 12 - A negative electrode, 13 
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